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(54 ) Biodeg radable stent 



(57) A biodegradable stent for implantation into a lu- 
men In a human body. The stent in one embodiment is 
made from a biodegradable fiber having an inner core 
and an outer layer. The outer layer is a blend or two pol- 
ymer components. The Inner core has & first degrada- 
tion rate, and the outer layer has a second degradation 
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rate. The second degradation rate is slower than the first 
degradation rate. The Mber softens In vivo such that the 
stent is readily passed from the lumen as a softened 
fragment or filament after a pre-determined period of 
time through normal flow of body fluids passing through 
the fcimen. 
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Description 

Field of the Invention 

s [0001] The field of art to which this invention relates Is medical devices, in particular, stout devices made from bio- 
degradable polymers. 

Background of The Invention 

10 [0002] ThB use of stent medical devices, or other types of endof umlnal mechanical support devices, to keep a duct 
vessel or other hody lumen open in the human body has developed into a primary therapy for lumen stenosis or 
obstruction. The use of stents in various surgical procedures has quickly become accepted as experience with stent 
devices accumulates, and the number of surgical procedures employing them increases as their advantages become 
more widely recognized. For example, it is known to use stents In body lumens in order to maintain open passageways 

f$ such as the prosiatic urethra, the esophagus, the biliary tract, intestines, and various coronary arteries and veins, as 
well as more remote cardiovascular vessels such as the femoral artery, etc. There are two types of stents that are 
presently utilized, permanent stents and temporary stents, A permanent stent is designed to be maintained in a body 
lumen for an Indeterminate amount of time. Temporary stents are designed to be maintained In a body lumen for a 
limited period of lime in order to maintain the patency of the body lumen, for example, after trauma to a lumBn caused 

20 by a surgical procedure or an injury. Permanent stents are typically designed to provide long-term support for damaged 
or traumatized wall tissues of the lumen. There are numerous conventional applications for permanent stents including 
cardiovascular, urological, gastrointestinal, and gynecological applications. 

[0003] It is known that permanent stents, over time, become encapsulated and covered with endothelium tissues, 
for example, In cardiovascular applications. Similarly, permanent stents are known to become covered by epithelium, 

zs for example, in urethral applications. Temporary Stents, on the other hand are designed to maintain the passageway 
of a lumen open tor a specific, limited period of time, and preferably do not become incorporated into the walls of the 
lumen by tissue ingrowth or encapsulation. Temporary stents may advantageously be eliminated from body lumens 
after a predetermined, clinically appropriate period of time, for example, after the traumatized tissues of the lumen 
have healed and a stent Is no longer needed to maintain the patency of the lumen. For example, temporary stents can 

30 be used as substitutes for In-dwelling catheters for applications in the treatment of prostatic obstruction or other urethral 
stricture diseases. Another indication for temporary stents In a body lumen is after energy ablation, such as laser or 
thermal ablation, or irradiation of prostatic tissue, in order to control post-operative acute urinary retention or other 
body fluid retention. 

[0004] It Is known in the art to make both permanent and temporary stents from various conventional , biocompatible 

96 metals. However, there are several disadvantages that may be associated with the use of metal stents. For example, 
It Is known that the metal stents may become encrusted, encapsulated, epitheiialized or ingrown with body tissue. The 
stents are known to migrate on occasion from their initial Insertion location. Such stents are known to cause Irritation 
to the surrounding tissues In a lumen. Also, since metals are typically much harder and strffer than the surrounding 
tissues in a lumen, this may result in an anatomical or physiological mismatch, thereby damaging tissue or eliciting 

4> unwanted biologic; responses. Although permanent metal stents are designed to be Implanted for an indefinite period 
of time, it is sometimes necessary to remove permanent metal stents. For example, if there Is a biological response 
requiring surgical intervention, often the stent must be removed through a secondary procedure. If the metal stent is 
a temporary stent, ft will also have to be removed after a clinically appropriate period of time. Regardless of whether 
the metal stent is categorized as permanent or temporary, if the stent has been encapsulated, epitheiialized. etc., the 

*s surgical removal of the stent will resu Kingly cause undesirable pain and discomfort to the patient and possibly additional 
trauma to the lumen tissue. In addition to the pain and discomfort the patient must be subjected to an additional time 
consuming and complicated surgical procedure wrth the attendant risks of surgery, in order to remove the metal stent 
[0005] Similar complications and problems, as in the case of metal stents, may well result when using permanent 
stents made from non-absorbable biocompatible polymer or polymer-composites although these materials may offer 

so certain benefits such as reduction In stiffness, 

[0006] It is known to use bioabsorbable and biodegradable materials tor manufacturing temporary stents. The con- 
ventional bioabs oi -table or bioresorbable materials from which such stents are made are selected to absorb ordegrade 
over time, thereby eliminating the need for subsequent surgical procedures to remove the stent from the body lumen. 
In addition to the advantages attendant with not having to surgically remove such stents, it is known that bioabsorbable 

55 and biodegradable materials tend to have excellent bio compatibility characteristics, especially In comparison to most 
conventionally used biocompatible metals. Another advantage of stents made from bioabsorbable and biodegradable 
materials is that the mechanical properties can be designed to substantially eliminate or reduce the stiffness and hard- 
ness that is often associated with metal stents, which can contribute to the propensity of a stent to damage a vessel 
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or lumen. 

[0007] However, there are disadvantages known to be associated with the use of bioabsorbable or biodegradable 
stents. The disadvantages erise frgrn the limitation of the material from which the stent la made. One of the problems 
associated with the current stents is that the materials break down too quickly. This improper breakdown or degradation 

5 of a stent into large, rigid fragments m the interior of a lumen, such as the urethra, may cause obstruction to normal 
flow, such as voiding . thereby Interfering with the primary purpose of the stent In providing lumen patency. Alternatively, 
they take a long lime to breakdown and stay in the target lumen for a considerable period of time after their therapeutic 
use has been accomplished. There is thus a long-term risk associated with these materials to form stones when im- 
planted in a urine environment, for example, the urethra. 

w [0008] Accordingly, there Is a need In this art for novel, temporary stents made from biodegradable polymers, wherein 
the stents remain functional in a body lumen for the duration of a prescribed, cllnfcalJy appropriate period of time to 
accomplish the predetermined therapeutic purpose, and, then degrade without breaking down into large, rigid frag- 
ments, which may cause irritation, obstruction, pain ordlsoomfdrt to the pationt. 

[0009] in a preferred embodiment of the present invention, the temporary stent readily passes out of the body as 
15 very soft particles or soft fibrous element or elements, and irritation, obstruction, pain or discomfort to the patient is 
either eliminated or if present is minimal- 
Summary of the Invention 

20 [0010] It is an object of the present invention to provide a stent forlnsertion Into & body lumen which is manufactured 
from biodegradable polymers, and which Is easily passed from the body lu men after a specific therapeutic period of time. 
[0011] It Is a further object of the present invention to provide a biodegradable polymeric composition that can be 
used to make such temporary stents, and that would degrade, breakdown and pass out of the body lumen causing 
Uttie or no Irritation, obstruction, pain and discomfort without being substantially absorbed in the body. 

25 [0012] It is yet a further object of the present invention to provide a stent made from a member having an Inner core 
having a first In vivo degradation rale and an outer layer having a second In vivo degradation rate. 
[0013] Therefore, an implantable stent Is disclosed for use In body lumens, wherein such lumens exist as part of the 
natural anatomy or are made surgically. The stent is an elongate, hollow member such as a tubular structure or a 
helical structure, and in a preferred embodiment has a helical structure having a plurality of colls made from a wound 

30 fiber. The stent has a longitudinaJ axis and a longitudinal passage. The coils have a pitch. The helical stent is made 
from a filament or a fiber having an inner core. The inner core has an exterior surface. Optionally, the inner core is 
hollow. The filament or fiber also has an outer layer, coating or structure covering the exterior surface of the Inner core. 
The filament or fiber has a cross-section . The rates of degradation of the inner core and outer layer are selected such 
that the rate of degradation of the inner core is faster than the degradation rata of the outer layer. This effectively 

35 provides that the inner core degrades in vivo, and loses its mechanical Integrity end Is Substantially eliminated from 
the lumen prior to the degradation of the outer layer, while the outer layer remains in place. The inner core Is made 
from a biodegradable polymer made from the monomers selected from the group consisting of lactide, glycolrde, para- 
dioxanone, capro lactone, and trimethylene carbonate, cap rote done, blends thereof and copolymers thereof. Again, 
an important characteristic of the material with is used to make the Inner core Is that ft has a first degradation rate and 
that this degradation rate Is higher or faster than the degradation rate of the outer layer having a second degradation 
rate. 

[0014] The outer layer or outer structure comprises a blend of at least two polymers or co-polymers, The Wend will 
contain at least one faster degrading polymer and one slower degrading polymer. More specifically, the outer layer or 
outer shell, comprises a blend of at least two polymers, the first of said polymers being a gtyoolide-rich. lactide/glycolide 
45 copolymer containing at least 80 mole percent of polymerized glycolide, the other of said polymers being a lactide-rich 
copolymer containing at least $0 mole percent of polymerized lactide. The overall blend contains at least 50 weight 
percent of the gtycolide-rich copolymer and at least 5 weight percent of lactWe-rtcb copolymer with, preferably, the 
overall blend containing about 38 to about 97 weight percent of polymerized glycolide. 

[0015] Preferably, the outer layer or outer shell comprises a blend of at least two polymers, the first of said polymers 
so being, a glycol Ida -rich, lactide/glycolide copolymer containing at least 80 mole percent of polymerized glycolide, and 
another of said polymers being a lactide-rich. lactide/glycolide copolymer, containing at least 60 mole percent of po- 
lymerized ladide. The polymeric components of the overall blend (that is, not counting non-polymeric components 
such as barium sulfate) will contain at least 50 weight percent of the glycollde-rich copolymer and at least 20 weight 
percent of lactlde-rich copolymer with the overall blend containing about 38 to about 69 weight percent of polymerized 
55 glycolide and the rest being polymerized lactide. 

[0016] Most preferably, the outer layer or outer shell, comprises a blend Of at least two polymers, the first of said 
polymers being the glycdide-rich copolymer, 10/90 lactide/gfycolide copolymer, the second of said polymers being the 
lactide-rich copolymer, 85/15 lactlde/glyccilde copolymer. Tho polymeric components of the overall blend (that Is, not 
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counting non-polymeric components such as barium sulfate) will contain about 60 weight percent of the gtycollde-rich 
copolymer (1 0/9D lactide/g tycoHdo copolymer) and about 40 weight percent of the lacHde-rich copolymer (65/1 5 lactide/ 
grycolide copolymer), with tha overall blend containing about 60 weight percent of polymerized gtycolide and about 40 
polymerized lactide. 

5 [0017] The inner core typically degrades by hydrolysis and breaks down at a faster rate than the outer layer with 
exposure to body fluids. The inner core breaks down into smaD granular particles that are removed easily by the body 
fluids. The outer layer degrades or erodes into a fibrillar morphological structure. The faster degrading core, after 
sufficient in vivo exposure, possesses little or no mechanical integrity and is slowly removed, reducing the stent cross* 
section from a sol Id to a soft structure that increasingly appears to be hollow. With hydrolytic exposure, the progressively 

T0 degrading stent can readiJy pass out of the body lumen, thereby minimizing the possibility of causing obstruction, pain 
or discomfort. Both the inner core and outer shell although degradable, do not blo-absorb and their degradation products 
are passed through and out of the body lumen. In one embodiment of the present invention, the device is rendered 
soft and pliable In vivo, thereby allowing it to easily pass out of the lumen In substantially a unitary piece. In another 
embodiment, the device not only Is rendered soft and pliable, it breaks down into smaller discrete non-occluding pieces 

IS that pass out of the lumen. 

[0016] Yet another aspect or the present invention is the above-described stent made from a fiber that is radio-opaque. 
[0019] Still yet another aspect ofthe present invention is the above-described stent having only the outer layer without 
the inner core. 

[0020] Another aspect of the present Invention Is tha above-described fiber used to make a stent having a helical 
20 structure. 

[0021] Yet another aspect of the present Invention Is a method of using the stents of the present Invention In a surgical 
procedure to maintain the patency of a body lumen. A stent of the present invention Is provided. The stent Is an elongate, 
hollow member and in a preferred embodiment has a heiicaJ structure having a plurality of coils. The member has a 
longitudinal axis. The coils have a pitch. The structure Is made from a filament or a fiber having an Inner core. The 

25 inner core has an exterior surface. Optionally, the inner core is hollow. The filament or fiber also has an outer layer 
covering substantially all of the exterior surface of the Inner core. The filament or fiber has a cross-section. The rates 
of degradation of the inner core and outer layer are selected to effectively provide In a preferred embodiment such that 
the rate of degradation of the inner core is higher than the degradation rate of tha outer layer to effectively provide that 
tha inner core degrades in vivo, and loses It's mechanical integrity and Is substantially removed from the lumen prior 

30 to elimination of the degradation of the outer layer. The inner core typically degrades by hydrolysis and breaks down 
at a faster rate than the outer layer with exposure to body fluids; the outer layer degrades or erodes Into a soft, fibrous 
morphology. The stent is inserted Into the body lumen of a patient, thereby providing for the patency of the lumen For 
a specific range of times. The stent is maintained in the lumen for a sufficient period of time to effectively maintain the 
lumen open and to effectively let the Inner core degrade such that the softened outer core may be passed through the 

35 lumen. 

[0022] Still yet another aspect of the present invention are the above-described stents and fibers, wherein the slower 
degrading polymeric blend Is used for the core, and the faster degrading polymeric material is used as the outer layer 
or structure. 

[0023] These and other aspects of the present Invention will become more apparent from the following description 
*Q and examples, and accompanying drawings. 

Brief Description of the Drawings 

[0024] FIG. 1 is a perspective view of a preferred embodiment of a stent device of the present invention mounted to 
45 the distal end of an applicator Instrument 

[0025] FIG. 2 is a perspective viaw of the stent and applicator of FIG. 1 , prior to loading the stent onto the applicator 
instrument. 

[0026] FIG. 3 is a side view of a stent device of the present invention, having a helical configuration. 
[0027] FIG. 4 is a cross-sectional view of the fiber used to make the stent of FIG. 3 taken aJong View Line 4-4 
so illustrating an oval cross section. 

[0028] FIG. 5 is a side view of the stent and applicator device of FIG. 1 , where the device is shown in the ready 
position, prior to application. 

[0020] FIG. 6 te a side view of the stent and applicator device of FIG. 5, illustrating the position of the stent relative 
to the applicator when the stent 1$ partially deployed by engaging the applicator trigger. 
55 [0030] FIG. 7 illustrates tha relative positions of the stent to the applicator of FIG. 6 when the stent is luily deployed 
by fully engaging the applicator trigger. 

[0031] FIG. 8 Illustrates the stent of the present invention fully deployed in the urethra and prostate of a patient, 
providing for a patent tumen. 
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[0032] FIG. 9 illustrates a stent of the present invention amplaced in the urethra of a patient after the inner core has 
broken down end shows the stent being excreted from the body as an elongated soft strand or number of elongated 
soft strands. 

[0033J FIG. 10 Plustrates an alternative embodiment of a stent of the present invention wherein a double fiber is used 
5 to make the stent 

[0034] FIG. 11 is a cross-sectional view of the stent of FlG. 1 0 taken along View Line 11-11 : the fibers are seen to 
have a circular cross-section. 

[0035] FIG. 12 Is a perspective view of an alternate embodiment of a stent of the present Invention, wherein the stent 
has a tubular configuration. 
10 [D036J FIG. 13 is a cross-sectional view of th© stent of FIG. 12 taken along View Line 13-13. 

[0037] FIG. 14 Is a perspective view of an alternate embodiment of a stent of the present invention having a tubular 
configuration with latticed openings. 

[0036] FIG. 1 5 is an end view of a fiber of the present Invention having a hollow passageway through the inner core. 
[0039] FIG. 16 Is a graph of Yield Loads vs Days In Vitro of coextruded fibers with an overall diameter of 1 mm (40 

15 mils) and an outer shell thickness of 0.2 mm (6 mHs). Fiber 1 has an outer layer composed from a blend containing 60 
weight percent of a copolymer or 90 mole % glyoolide and 10 mole % of lactide and 40 weight percent of a second 
copolymer of 1 5 mole % glyoolide and 85 mole % of lactide. The Inner layer of Fiber 1 Is composed from a blend of 95 
weight percent of a copolymer of glycoside and caprolactone and 5 weight percent of barium sulfate. Fiber 2 has an 
outer layer composed from a copolymer of 90 mole % glycolide and 10 mole % of [actide. Inner layer of Fiber 2 Is 

20 composed from a blend of weight percent of a copolymer of glycolide and caprolactone and 5 weight percent of barium 
sulfate. 

[0040] FIG. 17 Is a graph of Yield Strain vs Days In Vitro of coextruded fibers with an overall diameter of 1 mm (40 
mils) and an outer shell thickness of 0.2 mm (6 mils). Fiber 1 has an outer layer composed from a blend containing 60 
wt % of a copolymer of 80 mole % glyoolide and 1 0 mole % of lactide and 40 wt % or a second copolymer of 1 5 mole 
25 % glycolide and 85 mole % of lactide. Inner layer of Fiber 1 is composed from a blend of 95 wt of a copolymer of 
gjycolide and caprolactone and 5 wt % of barium sulfate. Fiber 2 has an outer layer composed from a copolymer or 90 
mole % glycolidB and 10 mole % of lactide. Inner layer of Fiber 2 Is composed from a blend of 95 wt of a copolymer 
of glyoolide and caprolactone and 5 wt % of barium sulfate. 

[0041 ] FIG. 1 8 is a Side view of a schematic of a stent with critical dimensions referred to in Example 3. 
90 [0042] FIG. 19 is a schematic of a mandrel used to manufacture stents In Example 3. 

[0043] FIGS. 20A-C Illustrates electron microscope photographs discussed in Example 6. 

Description of the Preferred Embodiments 

ss [0044] Referring to FIGS. 1-9 r a preferred embodiment of a stent of the present invention is illustrated. As seen in 
FIG. 3 t the stent 10 Is seen to be a helical structure having a series of connected colls 20. The colls are made from 
fiber 100. The term fiber as used herein Is defined to include not only fibers but filaments as well. It is preferred that 
fiber 100 be a continuous fiber, however, it is possible to make Stent 10 from two or more sections of fiber which are 
subsequently connected or hinged together. As seen in FIG. 4, the fiber 100 is seen to have inner core 110 and outer 
40 layer or covering 130. The Inner core 110 Is seen to have outer surface 115. Covering the outer surface 115 of inner 
core 1 1 0 is the outer layer or section 130. Outer layer 130 is seen to have Inner surface 135 and exterior surface 140. 
Preferably, Inner surface 135 is in contact with, and affixed to, the outer surface 115. The outer layer 130 is referred 
to herein as a structure, layer or coating. For example, It may be coated onto con? 110, coextruded with core 110, or 
subsequently mounted or affixed onto core 110. The stent is seen to have a longitudinal axis 70. and Internal passage- 
's way 11. The stent 10 Is seen to have a first distal section 30 of colls 20 connected to a second section 50 of coils 20. 
wherein the sections 30 and 50 are connected by hinged connecting fiber 60. The distal section 30 of colls adjacent 
to hinged connecting fiber 60 forms an anchoring section which is inserted distal to the external sphincter The proximal 
section 50 of the stent 1 0 is maintained within the prostatic urethra. Proximal section 50 Is seen to have colls 20 having 
diameter 24, and also has passageway 51 . The distal section 30 of stent 1 0 has coils 20 having a diameter 22. Distal 
so section 30 also has a passageway 31 . Passage ways 31 and 51 are In communication to form passageway 11 of stent 
10. As seen In FIG. 4, one preferred embodiment of the stent 10 of the present invention has a fiber 100 having an 
oval cross-sectio/ial configuration. The fiber 100 may have various configurations depending upon the application 
including round, square, polygonal, curved, oval, and combinations thereof and equivalents thereof- Those skilled In 
the art will appreciate that certain cross-sectional configurations will provide different advantages in the stent For 
55 example, the advantages of fiber of the present invention having an oval cross-section include ease of the stent man- 
ufacturing process due to a possible on-line, one-step transition from the fiber to the stent in future manufacturing 
processes, flexibility during the stent deployment by being able to taBor the length of the stent during a surgical pro- 
cedure to fit a particular patients anatomy, and possible enhanced mechanical capabilities. Additionally, the core sec- 
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tions of the oval fibers are susceptible to faster dog radatton than the round fibers leading to a more palpable degradation 
product. A softer degradation product wai be lass irritable end cause less discomfort during ultimata passage. If desired, 
the fiber 100 may additionally have a hollow longitudinal passageway as illustrated in FIG. 15, wherein a fiber 800 has 
an outer layer 81 0. an inner core 820, and a hollow longitudinal passage 830 within core 820. Another embodiment of 
5 a helical stent of "he present invention is illustrated in FIGS. 10-11 . The stent 700 is seen to be made from double fibers 
710 having Inner oores 712 and outer cores 715. The stent is seen to have a plurality of coils 720, first section 730 
and second section 740 joined by hinged connecting section 750. The stent 700 is seen to have longitudinal passage 
702. The fibers 710 have e circular cross-section and are preferably connected together at several locations along the 
length of Bach fiber. 

*0 [0045] Another embodiment of a stent of the present invention Is seen in FIG. 12. The stent 500 Js seen to have a 
tubular configuration having ends 510 and 520, as well as inner passageway 530 In communication with openings 511 
and 62 1 in ends M0 and 520, respectively. The stent Is seen to have Inner core section 540 and outer layer or structure 
550, If desired, the stent 500 may have a variety of conventionally shaped openings 550 extending through the outer 
structure 550 and inner core 530, arranged in a pattern such as a lattice, as seen in FIG. 14. If desired, the openings 

1 5 590 can extend only through outer structure 550. A cross-sectional view of stent 500 is illustrated in FIG. 13, where 
the inner core section 540 and the outer layer or structure 550 can be readily seen. 

[0046] Although not particularly preferred, the stants of the present Invention can be manufactured from fibers without 
an Inner core. That Is, the fibers would only have the degradable outer layer without the inner core. Such fibers could 
be solid, or could have a hoMow passageway. Similarly, rf a tubular configuration were desired, it could be made with 
20 no inner core, while having a hollow passageway and would be made entirely from the polymeric composition used 
for the outer core. 

[0047] The stent 10 is preferably manufactured from a bloabsorbabls polymeric fiber 100 having a desired cross- 
sectional configuration. The length end overall diameter of the stent 10 will depend upon a number of factors including 
the anatomy of the patient, the size of the anatomy and the type of surgical procedure which has effected the urethral 

» lumen. For example, the overall length of a stent 10 useful in the practice of the present invention will be sufficient to 
effectively maintain the lumen passage open. Typically the length for urethral applications in and adult male, the length 
wiD be about 1 0mm to about 200mm, more typically about 20mm to about 1 00mm, and preferably about 40mm to about 
eomm. The diameter of a stent 1 0 of the present invention will be Sufficient to effectively maintain patency of the lumen. 
For prostatic urethral applications, where the stent has two sections having different diameters, typically the diameter 

ao in the prostatic urethra will typically be about 2mm to about 25mm. more typically about 4mm to about 15mm, and 
preferably about t3mm to about 10mm. The diameter of the section used to anchor distal to the external sphincter will 
be about 2 mm to about 25 mm. more typically about 4 mm to about 1 5mm, and preferably about 6 mm to about 1 0 
mm. The major cross-sectional dimension of a fiber used to manufacture a stent or the present invention will be sufficient 
to provide effective support and flexibility. Typically, when utilizing a circular cross-section, the diameter for urethral 

£S applications will be about 0.1 mm to about 4mm, more typically about 0.5mm to about 3mm, and preferably about 1 mm 
to about 2mm. The pitch, length, diameter and fiber diameter of the stents of the present invention will be sufficient to 
effectively provide sufficient support in response to radial stress of the urethral vessel wells, while providing for ease 
of Insertion and siabllity while Inserted in the urethral lumen, as well as desired flexibility and lumen patency. The pitch 
of the stent is defined to be the number of coils per unit length. In this patent application specification, for this example, 

40 pitch is defined a* the number of colls per centimeter of stent length. Typically, for urethral applications, the pitch will 
be about 2.5 to about 1 00, more typically about 3 to about 20, and preferably about 5 to about 1 0. Although it is preferred 
for urethral applications that there be no space between adjacent coils, the stents of the present Invention may have 
spaces between ztdjacent colls. 

[0048] It is also possible tor the stents of the present Invention to have in addition to wound fiber structures, such as 
45 tubular members, latticed members and the like. Examples of a tubular stent are Illustrated In FIGS. 12-14. Those 
Skilled In the art will appreciate that seen structures could be made from woven cloth, mesh, flat stock that Is rolled Into 
shape, and the like. Such structures could have the Inner core and outer layer, similar to the fibers and helical stents 
Of the present Invention, or may simply be made from the blend materials used to make the outer section. 
[0049] In addition, it should be noted that an alternate embodiment of the stents and fibers of the present invention 
50 is to have the slower degrading polymer component as the inner core and the raster degrading polymer component 
as the outer section. The raster degrading outer core would stuff off or degrade over time leaving behind the softening 
Inner core, which would then be expelled or removed from the lumen. The polymer components would be the same 
as for the other embodiments, that is, for the faster degrading and slower degrading components. 
[0050] The fibers of the present invention will preferably be made to have an inner core consisting of e first biode- 
« gradable polymer composition and an outer core consisting of a second biodegradable polymer composition. The Inner 
polymer core material will be selected such met the Inner core will degrade by hydrolysis and lose mechanical integrity 
at a relatively faster rate than the outer shell upon exposure to body fluids over time. The inner core material breaks 
down preferably into email granular particles that are removed easily by the body fluids. A portion of the outer polymer 
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coating will be detected to have a relatively slow rate of hydrolysis that would preferably degrade or erode and expose 
a fibrillar morphological structure after In vivo exposure to body fluids. The fibrillar morphology of the outer layer aids 
the dispersion ol degradation products of the faster degrading Inner core. 

[0051] The fibrillar morphology of the outer layer Is a consequence of the polymer blend composition and the process 

5 conditions used to produce it. The fibrillar morphology allows the outer layer to soften with time rather than break up 
Into large pieces that can cause obstruction or occlusion in the lumen. In a different embodiment of the present invention, 
the fiber is of sold or hollow cross-section preferably with an inner core and an outer layer made from polymer blend. 
[0052] The Slower degrading shell is fibrillar and the faster degrading core posses no significant mechanical integrity 
and is slowly removed. The effect of the differing degradation profiles and the physical state of the degraded polymers 

10 reduce the stent cross-section from a solid to a soft structure that increasingly appears to be hollow. The fibrillar structure 
will soften over time instead of breaking down into large, sharp fragments that can cause the removal and/or passage 
of the degraded stent to be clinically eventful. In a flow environment the progressively degrading stent can readily 
pass through the body lumen without causing obstruction, paJn or discomfort. Both the inner core and outer shall do 
not bio-absorb Into the lumen wall as their degradation products are passed from the body lumen. 

f 5 [0053] A stent must be designed to withstand radial stresses in order to perform its function of maintaining a passage 
through a lumen open. Trie mechanical capability of the stents of the present invention to withstand radial stresses 
when the stent ia emplaced in the body lumen is provided primarily by the biodegradable material In the outer shell 
layer. The strength, stiffness, and thickness of this material in the outer shell are sufficient to effectively withstand the 
loads necessary to keep the stent functional. As the inner core degrades and breaks down, the outer shell wall having 

*° a sufficient thickness of properly selected biodegradable material would effectively be able to withstand the load nec- 
essary for the time period required to keep the lumen patent In essence then, the annular shell can be designed to 
fulfill the mechanical requirements of keeping the body lumen patent or open for the specific therapeutic time period. 
The inner core, ir addition to being designed to degrade Into small granulaHike fragments, can also be filled with other 
conventional maiertals that can satisfy other functional needs such as a carrier of radio opaque markers or as potential 

25 processing aids during stent manufacturing. For example, a filled Core can reduce the "flattening" of the fiber that Is 
sometimes possible when a hollow stent is wound at high temperatures. 

[0054] A proper selection of degradation rates will cause the Inner core to fracture into small pieces in vivo, while a 
portion, or all, of the outer layer remains intact thereby producing unique "soft" fragments or filaments. That is, after 
the inner core has degraded and effectively been removed from the stBnt structure by body fluids, the remaining outer 
Jo layer degrades to a soft, pliable, fibrillar filament, which may remain Intact or degrade into several sections. The re- 
maining soft filament, or pieces thereof, is readily excreted from the lumen. 

[0055] As mentioned previously, although not preferred, If Is possible to manufacture the stents of the present Inven- 
tion from fibers having no inner core, but only the outer layer material. Such fibers could be hollow or solid. Similarly, 
tubular stents of The present Invention could also be manufactured without the inner core. When manufacturing such 
35 embodiments, it would not be necessary to use co-extrusion. Otherwise, the requirements for the stents In terms of 
mechanical strength and degradation rates would be similar. 

[0056] Polymer materials useful in the stents and fibers of the present invention include those biodegradable poly- 
mers disclosed in U.S. Patent No. 4,669,119 which Is Incorporated by reference. In those embodiments of the subject 
invention utilizing an Inner core, the inner core comprises a polymer or polymers having a blodegradatlon rate higher 

«o than that of the outer layer or outer shell. The polymers used to manufacture the inner core will Include polymers 
sufficiently effective to hydrolyze, degrade and breakdown at a relatively faster rate compared to the material in the 
shell. Preferably, these polymers Include those made utilizing the monomers or lactlde, gJycolide, paradloxanone, tri- 
methylene carbonate and caprolactone. When the term "caprolactone" is used herein it is meant to mean epsllon- 
caprolactone. These monomers can be used to make copolymers that can have random, block or segmented block 

45 sequences, or combinations thereof. Of particular utility are the segmented block copolymers of gtycollde and capro- 
lactone containing about 75 mole % of polymerized gtycollde and about 25 mote % of polymerized caprolactone. Com- 
binations of copolymers thereof can be employed. 

[0057] The porymeric materials used for the outer layer of the stents of the present invention are selected from 
polymers sufficiently effective to hydrolyze, degrade and breakdown at a relatively slower rate and preferably form a 

50 fibrillar morphological structure upon in vivo exposure. Preferably, the polymers which can be utilized to form the outer 
layer Include polylactlde, pofygtycollde, potyparadioxanone, and polycaprolactone and combinations thereof, copoly- 
mers thereof and equivalents thereof. It is particularly preferred to use a blend of at least two polymers or co-polymers 
in the outer shell. The blend will contain at least one faster degrading polymer and one slower degrading polymer. It 
Is preferable, though not essential, that there Is some compatibility between the two polymers in the outer shell but 

55 also that the two components ere somewhat immiscible. For the outer shell, it is particularly preferred to use a blend 
of a gtycolide copolymer containing at least 60 mole percent of polymerized glycol Ide, the other of the said polymer 
being porylactide copolymer containing at least 50 mole percent of polymerized lactlde. The overall blend will contain 
at least 50 weight percent of the glycoside copolymer and at least 5 weight percent of lactida copolymer with the overall 
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blend containing about 3d to about 97 weight percent of polymerized gtycoilde and the rest being polymerized lactide. 
[0058] The ffbe rs useful in manufacturing the stents of (he present invention have an Inner core of a first biodegradable 
material having a first degradation rate and an outer layer of a second biodegradable material having a second deg- 
radation rate can be manufactured using a variety of conventional techniques including conventional co-extrusion 
5 processing. For example, a fiber may be formed by feeding a first polymer composition to a first pump on a conventional 
co-extruder, and a second polymer composition to a second pump on a conventional co-extruder. The first pump directs 
the first polymer composition to the Interior of a co-extrusion die, while the second pump directs the second polymer 
composition to the outer concentric section of the co-extrusion die. thereby forming a fiber having an Inner core and 
an outer layer. If desired, the fibers of the present invention may be made by other conventional processes Including 
io melt coating, solution coating or powder coating followed by spreading the coating by melting, etc, and the like. For 
example, when using a coating process, the inner core can be a mono-filament extruded material or can be made from 
a mum-fflament braid. The outer shell layer can be added on top of the inner core either by melt coating or solution 
coating by passing the inner core through a bath, through coaling rollers, spraying and/or a die. If it Is desired to 
manufacture the stents of the present invention as a single tubular structure rather than a wound fiber structure, a co- 
fa extrusion process would be utilized and the co-extrusion dies would be selected to produce a tube of an appropriate 
diameter having a hollow inner core, said core having a sufficiently effective thickness, and an outer layer of a sufficiently 
effective thickness. Also, the fibers useful in manufacturing the stents of the present invention can be manufactured 
to have a hollow passage through the core if desired. 

[0059] It is important to recognize that a higrMacUde polymer such as 95/5 poly(lactlde-co-glycolide) can be used to 
20 provide excellent initial mechanical properties and excellent retention of those properties with time. The great disad- 
vantage of utilizing materials such as these (ordinary synthetic absorbable homo- or co-polymers) to form temporary 
stents Is that when devices made from them start to degrade, these devices (mechanically) usually fall by way of a 
catastrophic failure mechanism. 

[0090] Cracks ihat Initiate, very rapidly propagate causing the article to "break in two"; hence the term "catastrophic 

25 failure". These rapidly propagating cracks start to develop while the material is still substantially very hard. Thus, when 
the articles start io degrade they Initially break into large hard pieces, which then continue to break in much smaller 
pieces. It should be appreciated that unless constrained, the large pieces can migrate and cause severe anatomical 
end/or biological consequences prior to degrading into harmless finely divided particles. In particular, In the case of 
temporary stent made from ordinary synthetic absorbable (homo-or) copolymers, these pieces can obstruct of occlude 

30 the lumen that the stents were meant to hold open. 

[0061] Thus utilizing copofymerlzatlon of lactide and glycoside (whether in a random, segmented or block nature- 
ranging from polyglyoolide homopolymer to polylactide homopolymer), a combination of properties, such as suitable 
Initial mechanical properties, suitable excellent retention of those properties with time, and softening failure mechanism, 
is very difficult if not impossible to achieve. 

35 [0062] We have unexpectedly found that the blends described in U.S. Patent 4, 889,11 9 meant to produce absorbable 
plastic surgical fasteners by injection mofding applications, can be utilized to great advantage in producing fibers, which 
can be made into biodegradable temporary stents. We have further discovered that fiber of the described bland In the 
form of a hollow fiber construction, and ©specially In the form of a fiber having an inner core of a second faster degrading 
material, provide*, much-preferred embodiments or our present invention. 

«0 [0063] Although we do not wish to be held to any particular scientific theory or principles, we believe that the blend 
composition results In a morphology in which the lactide-rich polymers act as a crack arrester. The cracks that Initiate, 
rather than very rapidly propagating, are arrested. Although these cracks start to develop while the material is still 
substantially very hard, because the cracks are not allowed to rapidly propagate, the article does not "break In two". 
In time, the article develops other small cracks: a0 the while these cracks are prevented from breaking completely 

45 through the article by the lactide-rich blend component acting as the "crack arresting" minor phase. This lactide-rich 
blend component also helps to reinforce the article until there are so many cracks that the article softens and harmlessly 
fails without producing the large, potentially obstruction or occluding pieces of the prior art. 
[0064] in another embodiment of the present invention, the polymers and blends that are used to form the composite 
can be used as a drug delivery matrix. To form this matrix, the polymer would be mixed with a therapeutic agent Tha 

50 variety of different therapeutic agents that can be used In conjunction with the polymers of the present invention is 
vast. In general, therapeutic agents which may be administered via the pharmaceutical compositions of the invention 
Include, without limitation: an H- Infectives such as antibiotics and antl-vlral agents; analgesics and analgesic combina- 
tions; anti-inflammatory agents; hormones such as steroids; bone regenerating growth factors; and naturally derived 
or genetically engineered proteins, polysaccharides, glycoproteins, or lipoproteins. 

55 [0065] Matrix formula dons may be formulated by mixing one or more therapeutic agents with the polymer. The ther- 
apeutic agent may be present as a liquid, a finery divided solid, or any other appropriate physical form. Typically, but 
optionally, the main* wHI Include one or more additives, such as dSuonts, carriers, excipients, stabilizers or the (Ike. 
[0D6 &] The amount of therapeutic agent will depend on the particular drug being employed and medical condition 
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being treated. Typically, the amount of drug represents about 0.001 percent to about 70 percent, more typically about 
0.001 percent to about 50 percent, most typically about 0.001 percent to about 20 percent by weight of the matrix. The 
quantity and type of polymsr incorporated Into the drug delivery matrix will vary depending on the release profile desired 
and the amount of drug employed. 

5 [0067] Upon contact with body flukte. the polymer undergoes gradual degradation (mainly through hydrolysis) with 
concomitant release of the dispersed drug for a sustained or extended period. This can result In prolonged delivery 
(over, say 1 to 5,000 hours, preferably 2 to 600 hours) of effective amounts (say. 0.0001 mg/kg/hour to 1 0 mg/kg/hour) 
of the drug. This dosage form can be administered as is necessary depending on the subject being treated, the severity 
of the affliction, the judgment of the prescribing physician, and the like. Following this or similar procedures, those 

to skilled in the art will be able to prepare a variety of formulations. 

[0066] The stents 1 0 of the present invention when made from fiber are manufactured in the following manner using 
a winding process. A co-extruded fiber Is used to wind the stent about a mandrel by heating the fiber and then coiling 
It around the mandrel. The fiber may be heated prior to winding or subsequent to winding about the mandrel using 
conventional processes. The assembly of the mandrel and the stent are preferably annealed under constraint and then 

'5 the mandrel is removed. If desired, the stent may be annealed after removal from the mandrel. The pitch and diameter 
of the coils are sheeted to provide the desired size and shape of stent 

[0069] The stents of the present Invention may be utilized in the following manner In urethral stent placement pro- 
cedures as illustrated in FIGS. 1, 2, 5, 6, 7 and 8. Initially a stent 10 is placed upon the dlstaJ end of an applicator 
instrument 200. Instrument 200 is seen to have handle 250 having grip 255. At the top 257 of the handle 250 is mounted 

so the shaft retention member 290. Retention member 290 is seen to have longitudinal passageway 292, front 295 and 
back 296. The mounting tube 240 is seen to have distal end 242 and proximal end 244. Mounting tube 240 le seen to 
have passage 246. The proximal end 244 of tube 240 is seen to be mounted In passage way 292 such that the inner 
passageway 240 is in communication with passageway 292. Slidebly mounted in passageway 24B is the applicator 
tuba 220. Tube 220 has distal end 222. proximal end 224. and passageway 226. Mounted to the proximal end 224 of 

25 tube 220 is the mounting block 300, which is affixed to end 224 by pin 309. Mounted to the bottom of block 300 is rack 
gear member 330 having gear teeth 335. Contained In handle 250 is the cavity 350 for receiving pJrrion gear member 
270,havlng teeth 275. Pinion gear member 270 is pivotally mounted in cavity 350 by pivot pins 265. Teeth 275 mesh 
with and are engaged by teeth 335. Extending out from pinion gear member 270 on the opposite side of pins 265 is 
the actuation trigger 2B0. Actuation of trigger 2B0 will move tube 220 proximally and distally with respect to tube 240. 

30 Actuating the trigger 260 will allow the stent 10 to be released from the tubes 220 and 240. 

[0070) The stent and distal end of the Instrument 200 are inserted into the urethra 410 through the meatus 400 of 
the patients penis as seen in RGS 8 and 9. The distal end of the Instrument 200 and the stent 10 are manipulated 
through the urethra 410 such that the prostatic section of the stent is located within the prostatic urethra 411 and the 
distal end or the stent Is distal to the external sphincter 430, thereby providing an open passage for urine from bladder 

ss 450 through the lumen of the urethra. Then, the application instrument 200 is withdrawn from the urethra 41 0 by 
engaging trigger 260 and pulling distally on the instrument, thereby completing the procedure and providing for an 
implanted stent 10 which allows for patency of the urethral lumen 410. As seen In FIG. 9, the stent 10 after having 
been in place for the appropriate period of time has degraded to a state wherein It Is substantially a soft, flexible fragment 
or filament, or a n amber of discrete soft, flexible fragment or filaments, and is readily passed from the urethra 41 0 out 

*° of the patient's body with the urine flow. It will be appreciated by those skilled In tho art that placement for other types 
of body lumens could be done in a similar manner, with modification as required by the unique characteristics of the 
lumen or of the surgical emplacement procedure. 

[0071] The following examples are illustrative of the principles and practice of the present invention, although not 
limited thereto. 

45 

Example 1 

[0072] A material blend was prepared for use In manufacturing the inner core end outer layer of a fiber useful to wind 
into a stent of the present Invention. The use of this material in fiber formation is described in Example 2. 

50 [0073] The outer sheH layer was constituted from a blend of 60 wt % of a first random copolymer containing 90 mole 
% of polymerized glycol Id a and 1 0 mole % polymerized lactlde and 40 wt % of a second copolymer containing 85 mole 
% polymerized lactlde and 15 mole % polymerized glycol Ida. The inherent viscosity of tho first copolymer containing 
90 mole % polymerized glycollde and 10 mole % polymerized lactide. to be henceforth referred to as 90/10 gfycolJde/ 
lactlde copolymer, was 1.4 dUg as determined in HFIP (hexafluroteopropanol) at 25 C C at a concentration of 0.1 g/dL. 

55 The inherent viscosity of the second copolymer containing 85 mole % polymerized lactlde and 1 5 mole % polymerized 
glycol ide. to be henceforth 65/15 lactide/glycolide copolymer, was 2.1 dLVg as determined In chloroform at 25°C at a 
concentration of 0.1 g/dL The two copolymers were mixed into a 60/40 weight ratio before being finally melt blended 
and palletized using an 18 mm twin screw extruder with 40:1 L*D, low to medium shear screw configurations and proper 
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venting. The temperature profile was 130, 205, 205, 210, 210, 210 end 205 °C from rear zone to die Mange. The die 
was a single orifice rod die with 2.5 mm diameter and the die temperature was 200 °C. The extrudate from the twin 
screw was quenched in a water bath and pelletized. The inherent viscosity of the first blend containing polymerized 
giycoiide and polymerized lactlde was 

5 

1.6 dUg as determined in hexaflurolsopropanol at 25°C at a concentration of 0.1 g/dL. 

[0074] The inner core layer is constituted from a blend containing 95 wt % of a segmented block copolymer of 75 
mole % of a polymerized giycoiide and 25 mole % of polymerized caprolactone and 5 wt % of barium sulfate. The 

to inherent viscosity of the segmented block copolymer containing giycoiide and caprolactone, to be henceforth to be 
referred to as 75/25 glycolide/caprolactone, was 1.5 dUg as determined In hexaflurolsopropanol at 25°C at a concen- 
tration of 0.1 g/dL. The incorporation of barium sulfate allows the fiber to be radio-opaque. The two components were 
pre-blended at a required 9575 weight ratio before being finally melt blended and pet letized using an 1 8 mm twin screw 
extruder with 40:1 UD, low to medium shear screw configurations and proper venting. The temperature profile for 

15 compounding the core materials was 130, 185, 190, 190, 195, 195 and 195 °C, from rear zone to die flange. The die 
has a single orifice rod die with 2.5 mm diameter and the die temperature was 190 °C. The extrudate from the twm 
screw was quenched in a water bath and palletized. The inherent viscosity of the second blend containing polymerized 
giycoiide and polymerized caprolactone was 1.5 dL/g as determined in haxafluroisopropanol at 25°C at a concentration 
of 0.1 g/dL. 

20 

Example 2 

[0075] The fabrication method for coextruded fibers with round cross-sections follows. The material used In the inner 
core and outer layer shell has been described in Example 1 above. The outer shell layer was made from a blend 60 
25 wt % 90/10 grycollde/lactkle copolymer and 40 wt % a 85/15 lactlde/glycollde copolymer. The inner layer was made 
from a blend of 9!i wt % of 75/25 glycolide/caprolactone segmented block copolymer and 5 wt. % Barium Sulfate. Also 
the in vitro tensile testing of the fibers is presented and compared to coextruded fibers that have only the 90/1 0 giycoiide/ 
lactlde copolymer. 

[0076] The fibers were co-extruded using two single screw extruders. Both screws had compression ratios of 3:1 

90 and a 1/D of 25:1 . A 1" horizontal extruder was used for outer shell layer and 5/6" vertical extruder was used for the 
Inner core. A concentric two-layer feed-block was used to feed the two material stream Into a single orifice die from 
which the extrudute is fed to a water trough for cooling. An air Jet was used to remove the excess surface moisture 
and an air cutter was used to cut fiber Into desired length of approximately 4 feet. A laser-micrometer was used to 
measure the fiber diameter (major and minor) on-line and a microscope was used to ascertain the wail thickness, of 

« the inner end out*r layers. 

[0077] The temperature profile of the material in the outer shell was 1 85, 21 0, 222, 21 5, and 21 5°C from rear barrel 
zone to die flange*. The blend In the outer shell was 60 wt % of 90/10 glycolide/lactide copolymer and 40 wl % of 65/1 5 
lactide/glycoiide copolymer. The temperature profile of the Inner core material was 21 5. 224, 224 and 230°C from rear 
barrel zone to die flange. The material in the inner core was a Mend of 95 wt % 75/25 glyconde/caprolactone segmented 

<o block copolymer a nd 5 wt. % BaS0 4 . A single-hole die of circular cross-section at a temperature of 21 3° C was used. 
[0078] The in vitro yield load and yield strain of the coextruded round fiber, made by the above mentioned method, 
are compared In FIGS. 16 and 17 to that of a coextruded round fiber having a different material composition in the 
outer shell. Both fibers are 1 mm (40 mils) diameter with an outer wall thickness of 0.2 mm (8 mH$). The inner core 
composition of both fibers is the same; i.e. was a blend of 95 weight percent 75/25 glycolide/caprolactone segmented 

43 block copolymer and 5 weight percent BaS04. The outer shell for the first round fiber was made from a blend containing 
60 weight percent of a copolymer of 90/1 0 glycolide/lactide copolymer and 40 weight percent of 85/1 5 lactida/glycolide 
copolymer. However, the outer shell layer of the second round fibers was made from 90/1 0 glycolide/lactide copolymer. 
Both fibers were annealed at 75° C for 6 hours. 

[0079] The tensile tests on the fibers were conducted using an Instron 4500 and the fiber samples were pulled at a 
so speed of 30.5 mm/minute and the sample length was 26.4 mm. The load at yield and the strain at yield were measured. 
For in vitro testing, the samples kept In a phosphate buffered solution bath with a pH of 7.27 at a temperature of 37 C. 
Samples were removed from the bath at stated intervals and tested for yield load and yield strain. 
[0080] The complete loss of yield load within 10 days of the second coextruded round fiber (which did not have a 
blended material m the outer shell) demonstrates the significance of adding a lactide-rich copolymer, i.e. 65/1 5 tactide/ 
& giycoiide copolymer to the gry eolide-rich copolymer, I.e. 90/1 0 glycolide/lactide copolymer, in the first round fiber. The 
yield strain, for the first fibers with the blended material In the outer shell, drops but recovers owing to the presence of 
the (actlde-rich component. The lactfde-rich component is likely to provide toughness to the shell material of the first 
round fiber at longer in vitro exposure compared to the shell materials In the second round coextruded fiber that only 
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oontalns glycoHde-rich copolymer 
Example 3 

5 [0081] A process used to convert fibers having an oval or elliptical cross-section into stents Is described In this 
example. A stent with single helix structure was formed from a single oval floor, Coextruded fibers containing materials 
made in Example 1 were considered for the shell and core of the oval fiber. 

[0082] Hie process to make oval coextruded fibers is described first. The material used in the outer core and Inner 
shell has been described in Example 1 . The outer shell layer was made from a blend 60 wt% of 9071 0 glycotide/lactide 
10 copolymer and 40 wt% of 85/1 6 lactide/gtycolide copolymer The Inner layer was made from a blend of 95 wt% of 75/25 
glycolide/caprolsctone segmented block copolymer end 5 wt.% barium sulfate. 

[0083] The oval fibers were coextruded using two single screw extruders. Both screws had compression ratios of 3: 
1 and a L/D of 26:1, A V horizontal extruder was used for outer shell layer and 5/B' vertical extruder was used for the 
inner core. A concentric twoJayer feed-block feeds the two material stream into a single orifice die from which the 
*5 extrudate is fed 1o a water trough for cooling. An air jet was used to remove the excess surface moisture and an air 
cutter is used to cut fiber into desired length of approximately 4 feet A laser-micrometer was used to measure the fiber 
diameter (major «nd minor) on-line and a microscope was used to ascertain the wall thickness, of the inner and outer 
layers. 

[0084] The temperature profile of the material In the outer shell was IBS, 21 0 r 222, 215, and 215*C from rear barrel 
20 zone to die flengH. The blend in the outer shell was 60 wt % of 90/1 0 glyoolide/lactide copolymer and 40 wt % of 85/1 5 
lactide/glycolide copolymer. The temperature profile of the inner core material was 215, 224, 224and 230"C from rear 
barrel zone to die flange. The material in the inner core was a blend of 95 weight percent of 75725 gJycolide/capro lactone 
segmented block copolymer and 5 weight percent barium sulfate. A single-hole die of oval cross-section at 21 3 9 C was 
used. 

36 [O0B5] The dimension of the coextruded oval fiber was 1 mm (40 mils) minor diameter and a 2mm (80 mite) major 
diameter with a 0.2 mm (8 mil) outer wall thickness. 

[0086] The fibers were wound on mandrels at elevated temperatures. The mandrels were made from reinforced 
plastics. The shape and dimensions of the mandrel is shown Jn Figure 18. The winding temperature was 70 C. 
[0087] The oval fiber major diameter of 80 mils and minor diameter of 40 mils) measuring 4 feet long was held and 
90 taped against mandrel at about 60 mm from hole B, Two metal posts (02X15 mm length) are inserted Into the holes A 
and B. The mandrel and fiber were immersed in a constant temperature water bath at 70° C and held there for one 
minute. By using appropriately positioned clamps, it was ensured the entire fiber was under tension while being Im- 
mersed and that the fiber was guided into closely packed colls. The winder rotated the mandrel between 20-30 RPM 
to form the prostatic section. 

35 [0088] The coiling process started from the taped point and the prostatic portion was complete when the coils reach 
the post at point 13. The fiber was then guided at an angle of 160* or more over the post B towards second post C to 
form the connector. The fiber was then guided at a rotation of 180° or more over the post B towards second post A to 
form the connector. The fiber was then guided back to a position perpendicular to the mandrel before being coiled to 
form the distal loop section of the stent. 

40 [9089] The entire assembly, i.e. the coiled stent and the mandrel was removed from the bath and the unused fiber 
cut off and discarded. The assembly of mandrel and stent was dried under vacuum for at least 48 hours prior to an- 
nealing. 

Example 4 

45 

[0090] The stents were annealed after they were wound. Prior to annealing, me posts or pins were removed from 
the mandrel. The entire assembly, of stent wound on mandrel, was then hung in an inert gas (nitrogen) annealing oven, 
the oven purged und the stent annealed at 75 °C for 6 hours. The stents are removed from the mandrel and stored In 
nitrogen box. 

SO 

Example 5 

[0091] In vitro testing on stents made in Example 4 was conducted to determine how the stents would withstand 
radial stresses. Hie testing provided the in vitro (tested in phosphate buffered solution with pH of 7.3 and temperature 
« of 37°C) compressive crush resistance test results for single helix stents made from oval fibers. 

[0092] The prostatic coil section of a stent was cut from the whole stent and was held between a fixed bottom plate 
and a movable upper plats in an (natron 1122 tensile testing machine. The top plate was moved at a speed of 2.5 mm 
per minute. The radial compressive stiffness and the maximum compressive load that the coils withstood during the 
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deformation rate of 2.5 mm per minute, are shown in the table. 



Tap!© 



In Vitro Radial Compressive Test for the Prostatic Coils 


Days 


Oval fiber with 0.2 mm outer wall 


Max. Load (lbs) 


Radial Stiffness Resistance (lbs/inch) 


0 


40 


2710 


7 


37 


1505 


10 


27 


1490 


14 


20 


1154 



*5 [0093] Over the 14 day period, both the maximum load and stiffness decreased with Increased in vitro exposure. 
Coils made from oval coextruded fibers with 0.2 mm (6 mil) wall and having the composition described in Example 3 
lost their properties gradually. However, a stent made from round coextruded fibers having a 90/10 glycolide/lactide 
copolymer In the outer shell and a blend of 95 wt % 75/25 glycol ide/caprolactone segmented block copolymer and 5 
wt. % barium sulfate in the Inner core collapsed with 10 days of In vitro exposure. 

20 [0094] Compared to a typical removable catheter such as a Foley catheter that is used to keep the uretheral lumen 
open, maximum load and stiffness of stents made from ovaJ fiber Is higher than those of Foley catheters even after 14 
days of in vitro exposure. This indicates that stents, made from coextruded fibers having the particular composition 
described in Example 4, have sufficient adequate mechanical response necessary to keep the urethra patent and 
functional at least 14 daye, 

26 

Example 6 

[0095] The previous example demonstrated the efficacy of stents made from coextruded fibers after prolonged in 
vitro exposure. With further exposure to in vitro medium, the Inner core and the outer shell of fibers, from which the 
30 stent Is made, degrades at different rates. The resultant morphology of the stent is obtained by observing the cross- 
section of the fibers under a scanning electron microscope. 

[0099] The scanning electron micrographs shown in Figs 20A-C show the cross-section of oval fibers from stents 
that have undergone in vitro exposure at 14, 26 and 42 days. It is apparent that the core was degrading faster than 
the shell. The faster degrading core posses no mechanical integrity and has been slowly removed. The slower degrad- 
3 £ ing shell retained fibrillar morphological structure even at longer time periods. The effect of the differing degradation 
profiles and the physical state of the degraded polymers reduce the stent cross-section from a solid to a soft structure 
that increasingly nppears to be hollow. The fibrillar structure will soften overtime instead of breaking down Into large 
sharp fragments that can cause the removal and/or passage of the degraded stent to be clinically eventful. In a flow 
environment, the orogressrvefy degrading stent can readily pass through the body lumen without causing obstruction, 
pain or discomfort. 

Example 7 

[0097] A male patient Is appropriately anesthetized and undergoes a prostrate thermal ablation procedure using 
45 conventional laser treatment devices. After successful completion of the surgical procedure, a stent 5 of the present 
Invention Is Insertud Into the patient's urethra and bladder in the following manner using an applicator 200: The surgeon 
trims the Stent to size. The stent a placed at the end of the applicator. A conventional cystoscopy is inserted into the 
lumen of the applicator. The stent and applicator are lubricated with a water soluble medical grade lubricant. A fluid 
reservoir is attached to the applicator as in any standard cystoscopy procedure. The stent is placed In the prostatic 
so urethra under direct visualization using a scope. Once positioned correctly, the applicator Is removed, leaving behind 
the stent In the prostatic urethra. In approximately 28 o^ys after I mpfarrtalkm, the stent breaks down into fibrillar structure 
that softens further and is passed from the urinary tract in several soft places through normal urine voiding. 
[0098] The stents of the present Invention provide many advantages over the stents of the prior art. The advantages 
Include; rigidity (lumen patency) for a prescribed time; a degradation softening mechanism, whereby the stent softens 
55 Into a readily passable fragment or fragments; biocornpatibflity; means to prevent migration; means to norvinvaslvely 
monitor the stent and Its position by X-ray. etc. 

[0099] Although this invention has been shown and described with respect to detailed embodiments thereof. It will 
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be understood by those skilled In the art that various changes in form and detail may be made without departing from 

the spirit and scope of the claimed invention. 



s Claims 



1. A stent comprising: 

a helical structure having a plurality of coils, said structure having a longitudinal axis and said coils having 
a pitch, said structure having an internal longitudinal passage wherein said structure Is made from a fiber having 
10 a cross-section, said fiber comprising: 

an Inner core having an exterior surface comprising a biodegradable polymer formed from monomers selected 
from the group consisting of lactide, glycolide 7 paradioxa none, trimathylene carbonate, ca pro lactone, and com- 
binations thereof, said polymer having a first degradation rate; 

15 

an outer section covering the exterior surface of the Inner core, the outer section comprising a blend of a first 
biodegradable polymer component and a second biodegradable polymer component, said first polymer com- 
ponent comprising a first biodegradable polymer, wherein said first biodegradable polymer comprises a lactida/ 
glycol ide; copolymer having at least about 80 mole percent of polymerized glycoside, said second polymer 
component comprising a second biodegradable polymer, wherein said second polymer comprises a lactide- 
rich copolymer comprising, at least about 50 mole percent of polymerteed lacHdo, said outer layer having a 
second degradation rete, wherein the blend comprises at least about 50 weight percent of the first component 
and at least about 5 weight percent of the second component, 

25 wherein said second degradation rate of said outer section is lower man said first degradation rate. 

2. The stent of claim 1 , wherein the core and the outer layer of the fiber are coextruded. 

3. The stem of rfaim 1 , wherein the polymer for the inner core comprises e polymer having a sequence selected from 
30 the group consisting of random, block, and segmented block sequences and combinations thereof. 

4. A stent, comorising: 

a tubular structure having a longitudinal passage, said structure comprising: 

33 an inner core having an exterior surface comprising a biodegradable polymer formed from monomers selected 

from the group consisting of lactide, glycoside, paradioxa none, trimethyiene carbonate, caproJadone, and com- 
■ binatlonp thereof, said polymer having a first degradation rate; 

an outer section covering the exterior surface of the inner core, the outer section comprising a blend of a first 
40 biodegradable polymer component and a second biodegradable polymer component, said first polymer com- 

ponent comprising a first biodegradable polymer, wherein said first biodegradable polymer comprises a lactide/ 
glycolfde copolymer having at least about 60 mole percent of polymerized glyeolide, said second polymer 
component comprising a second biodegradable polymer, wherein said second biodegradable polymer com- 
prises a lactide-rich copolymer comprising at least about 50 mole percent of polymerized lactide, said outer 
*s layer having a second degradation rate, wherein the blend comprises at least about 50 weight percent of the 

first component and at least about 5 weight percent of the second component, 

wherein said second degradation rate of said outer layer is slower than said first degradation rate of the Inner 
core. 

SO 

5. A stent, comprising; 

an elongated structure having a longitudinal passage, said structure comprising: 

a blend of a first biodegradable polymer component and a second biodegradable polymer component, said 
ss first polymer component comprising a first biodegradable polymer, wherein said first biodegradable polymer 

comprises a lactide/glycolide copolymer having at least about 80 mole percent of polymerized glycoside, said 
second polymer component comprising a second biodegradable polymer, wherein said second biodegradable 
polymer comprises a lactide-rich copolymer comprising at least about 50 mole percent of polymerized lactide, 
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wherein the blend comprises at least about 50 weight percent of the first component and at least about 5 
weight percent of the second component, said blend having an in vivo degradation rate, 

wherein said structure degrades by softening. 

5 

6. A stent comprising: 

en elongated structure having en Inner passage, said structure comprising: 

en inner core having an outer surface, said core comprising a first biodegradable polymer composition, said 
to polymer composition having a first degradation rate; and, 

an outer structure positioned over said outer surface, said outer structure comprising a second biodegradable 
polymer composition having a second degradation rate, 

1 5 wherein the first degradation rate is faster than the second degradation rate. 

7. A stent comprising: 

an elongated structure having an inner passage, said structure comprising: 

20 an Inner core having an outer surface, said core comprising a first biodegradable polymer composition, seid 

polymer composition having a first degradation rate; and, 

an outer structure positioned over said outer surface, said outer structure comprising a second biodegradable 
polymer composition having a second degradation rate, 

25 

wherein the first degradation rate is slower than the second degradation rate. 

8. A stent, comprising: 
a tubular structure having a longitudinal passage, said structure comprising; 

an inner core having an exterior surface, the inner core comprising a blend of a first biodegradable polymer 
component and a second biodegradable polymer component, said first polymer component comprising a first 
biodegradable polymer, wherein said first biodegradable polymer comprises a lactide/glycolide copolymer hav- 
ing at leHst about 80 mole percent of polymerized glycolrde, said second polymer component comprising a 
second biodegradable polymer, wherein said second biodegradable polymer comprises a tectide-rich copol- 
ymer comprising at least about 50 mole percent of polymerized lactlde, said inner core having a first degra- 
dation ra te, wherein the blend comprises at least about 50 weight percent of the first component and at least 
about 5 weight percent of the second component; and, 

an outer section covering the exterior surface of the Inner core comprising a biodegradable polymer formed 
from monomers selected from the group consisting of lactlde, glycollde, para-dioKanone,trimethylene carbon- 
ate, caprolactone, and combinations thereof, said polymer having a second degradation rate, 

wherein said second degradation rate of 6etd outer layer Is faster than said first degradation rate of the inner 
core. 

9. A biodegradable fiber, the fiber comprising; 
an elongated member having a cross-section, the member comprising: 

an inner core having an exterior surface comprising a biodegradable polymer formed from monomers selected 
from the group consisting of lactde. grycolide, paradioxanone,trimethylene carbonate, caprolactone, and com- 
binations thereof, said Inner core having a first degradation rate; and. 

an outer section covering the exterior surface of the Inner core, the outer section comprising a blend of a first 
biodegradable polymer component and a second biodegradable polymer component, said first polymer com- 
ponent comprising a first biodegradable polymer, wherein 6ald first biodegradable polymer comprises a lactide/ 
glycolide copolymer having at least about 60 mole percent of polymerized glycol ide. said second polymer 
component comprising a second biodegradable polymer, wherein seid second biodegradable polymer com- 
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prises a lactide-rich copolymer comprising at least about 50 mole percent of polymerized lactide, said outer 
layer having a second degradation rate, wherein the blend comprises at least about 50 weight percent of the 
first component and at least about 5 weight percent of the second component, 

$ wherein said second degradation rate Is higher than said first degradation rate. 

10. A method of maintaining a passageway of a body lumen substantially open, comprising the steps of: 
providing a biodegradable stent, said stent comprising: 
a helical structure having a plurality of coils, said structure having a longitudinal axis and a longitudinal passage, 
io and said coils having a pitch, wherein said structure Is made from a fiber, said fiber having a cross-section and 

said fiber comprising: 

an Inner core having an exterior surface comprising a biodegradable polymer formed from monomers selected 
from the group consisting of lactide, glycollde, pared ioxa none, trimathytene carbonate, caprolactone, and com- 
f 5 binationa thereof, said inner core having a first degradation rate: and. 

an outer section covering the exterior surface of tha inner core, the outer section comprising a blond of a first 
biodegradable polymer component and a second biodegradable polymer component, said first polymer com- 
ponent comprising a first biodegradable polymer, wherein said first biodegradable polymer comprises a lacUde/ 
20 glycoside copolymer having at least about 80 mole percent of polymerized glycolide, said second polymer 

component comprising a second biodegradable polymer, wherein said second biodegradable polymer com- 
prises a lactlde-rich copolymer comprising at least about 50 mole percent of polymerized lactide. said outer 
layer having a second degradation rate* wherein the blend comprises at least about 50 weight percent of the 
first component and at least about 5 weight percent of the second component; and, 



25 



inserting said stent Into a body lumen, 

wherein said second degradation rate is lower than said first degradation rate, and said outer layer degrades 
into a soft, fibrillar morphology. 
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